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ClBimB; 

1. A ittocess fiir preparing aad storing moist gj^ss-makmg batch ^ch conqirises 
incoqioiBtiBg a sutfectant in iniwst batdx whaeby, on storage of fee batch a 
temperature below 30"^ the bati* lemainB free flowing -wi^ 

2. A process fbr preparing moist glas&4nakmg batch which con^rises incoipoiating a 
Bux&etaot in the moiet battih whereby, on preheating the batch at or above 100°C 

( before supply to a glass melting finnace, the batch rembins free flowing wiflxout 

setting. 

3. A process as clamed mchdm 2 wherein fee batch is pr&*eBJ»d to a temsperature of at 
least 1 5 O'C before siqjpty to the glass meWng flttnace. 

4. A process as clmmed in any preceding claim wherein fee moist batch inchides 
betsyeenZ % and 10 % free wat«. 

5. A process as claimed in any preceding claim wherein the moist batch includes a 
water-soluble component 

^ 6. A process as claimed in claim 5 vs^exein the water-soliile component is soda ash. 

7. A process as claimed in any preceding claim wheran fee sur&ctant is chosen firom 
group incliiding anionic, cationic, non-ionic and zwitterionic suifectants. 

8. A process as claimed in claim 7 wherein fee sorfectant is anionic. 

9. A process as claimed in claim 8 whenan fee anionic surfactant is a soluble soap. 

10. A process as claimed in claim 9 wherein fee soluble soap is a cafboxylate having 
carbon chain iKigfe of between C4 and C22 inclusive. 
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11. A process as claimed m claim 9 or claim 10 wherdn the s oluble so ap includes a 
Group I, n or m counter-ion. 

12. A process as claimed in any preceding claim wherein the surfactant is incioiporated 
into the batch in an amount from 0.0001 % to 5 % of the weight of the batch. 

13. A process as claimed in any preceding claim wherein the surfactant is incorporated 
into the batch as the batch ingredients are mixed. 

. 14. A prbcess as claimed in claim 1 wherein the moist batch is stored for at least 24 hours. 
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